SAW FOR CUTTING HARDENED STEEL

For this work it is necessary to have several cutting-off
machines. A power hack saw is required for cutting soft steel
and annealed steel. The Starrett hack saw with 14-inch blade
answers very well for cutting soft steel specimens or annealed
steel (Photo 46).

For cutting hardened steel, Wilmarth Morgan No. 1.26
surface grinder equipped with alundum elastic cutting wheels

PHOTO 47.
12 inches diameter, 3% inch thick by If inches, grit 24, grade G,
running at 1500 r.p.m., will speedily cut through the hard high-
speed steel. See Photo 47.
The section to be examined is cut from the piece submitted
with power hack saw, if it is soft steel; grind off sharp edges
and rough spots that are liable to hold fine particles of grit on a
carborundum wheel. A convenient stone for this operation is